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TV THF. CLAIMS 

An,arfcedupvetsionofthe=»endedclain^howi„ginsettionsandde,ctio„.is 
inciudedinAppendixC. Please canoe, claints^20ar^^ 



--~;ri;;~;l^balihaving at leas, one layer, wherein thelayer is fo™^ 

"tZ— -vi„safle.t..ntodulnsofabout60.000psior.reater.and 
a, least one o,^. oxa acid, or a combination thereof. 
V^f|f^(Ne^;;^ball of clain,2,, wherein .heionomer comprises aboutl6pe.e^^ 
about 35 percent by weight acrylic or methacrylic acd. 
,3. (New)ThegolfbaUofclaim21.whereinthegolfballhasanAt,icon,pressionofat 
least 50 and a coefficient of restitution of at least 0.7. 

,4 (New,ThegolfbaUofclaim21,whereinthelayerhasahardnessofat.eastabouU5 
2reA.aLxuralmodulusofatleas.abou.500psi,andaspecificgrav,tyofatleas. 

about 0.7. 

25. (New) The golf ball of claim 21, wherein the layer fUnher comprises a. least one 
density adjusting filler. 
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26. 



27. 



(New)Thegolfballofclaim 25, wherein the density adjusting fdlerisametam^ 
powder, a metallic oxide derivative, or a combination thereof. 
(New)Iliegolfballofclaim26, wherein thedensity adjusting filler comprises 
titanium, tungsten, tin, copper, or a combination thereof. 



28. 



™ew)Tl>egolfbaUotclaim21,wherein*e golf ball cornpnsesacoverfonnedofa 
.hennoplasticpolyurethane,athennosetpolyuretha„e.aure*^^ 

R> epoxy, or a combination thereof 

29 (New) The golf ball of claim 28, wherein the cover ,s formed of a ftermoplastie 
polymethane, a thermoset polyureflume, or a combination thereof 

30 (New)Thego.fballofclaim29.wherein«.ecoverhasaha*essofabou.40Sho. 
D re about 70 Shore D and a flexural modulus of about 10.000 p. to about 100.000 
psi. 

-ir(New)Agolfball having at least one layer, wherein the layer is formed ofapolymer 

blend comprising: . 

atleastoneacid-containing copolymer ionomer component oompnsmgE/X/Y 

, , copolymers, wherein E is ethylene, X is a sottening comonomer, and Y .s 
^"-^J^ acrylic or methacrylic acid, and wherein Y is present m an amount from about 
16 percent to about 35 percent by weight of the component; and 
at least one oxa ester, oxa acid, or a combination thereof 

32 (New) The golf ball of claim 31, wherein Y is present in an amount ftom about 18.5 
percent to about 21.5 percent by weight of the component. 

33. (NewiTTtegolfballofctoJUwhereinthelayerisdisposedbetweenacoreanda 
cover. 

34. (New) The golf ball of claim 33. wherein the layer has a thickness of about 0.02 
inches or greater. 
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35 ' (New)ThegoVfbaUofclaixn33.wheremfl>ecov.rcomprisesafl>ennoplastic 
polyurethane,athermosetpolyurethane,oracombination thereof. 

36. (Hew)Theso.fbaUofc,ain,33,whe.ein.hecoverhasah.a„essofabou.40SJe« 
L about 70 ShoreD and a flexura. modulus of about 10,000 p. to about 100.000 
psi. 

37. (New)Thegolfballofclaim31,wheremthelayerfuxthercomprisesatleasto„e 
density adjusting filler. 

38. (New) -me golf ball of claim 33. wherein the core comprises polybutadiene. 

39. (New)Agolfballhavingatleastonelayer.whereinthelayerisfonnedofapo,ymer 

blend comprising: . ah nnn 

> a atleastonethermoplasticeomponeuthavingaflexuralmodulusofaboutSCOOO 

'^/'^'^4o'^™ew)Tlregoltballofclaim39, wherein the thermoplasticcomponent comprises an 
■ ac.d-con.ai„,ngcopo,ymerionomercomponenteomprrsingE«« copolymers, 
wheremE is ethylene, X is a softening eomonomer. and Y is acrylic ormethacryhc 
acid. 



psi or greater; and 
tt least one oxa ester, oxa acid, or a combination thereof. 



41 (New) The golf ball of cMm 40, wherem Y .s present in an amount from about 16 
percent to about 35 percent by weight of the component. 

\ 42. (New) The golf ball of claim 39, wherein the thermoplastic component composes a 

fjnomer: — 



43. (New) The golf ball of claim 39, wherein the layer is disposed between a core and a 



44 (New) The golf ball of claim 43, wherein the cover comprises a thermoplastic 

polyuret hane. a thermoset po .^.^hane. or a combination thereof. 
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